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LISTING OF CLAIMS 

1 . (Currently amended) A golf ball comprising a center and a cover, wherein the cover has 
a color lightness, L*, of greater than about 86 following exposure to UV light at an irradiance 
power of 1 .00 W/m 2 /nm for a period of about 1 hour to about 4 hours, and the cover comprises: 
a reaction product comprising a prepolymer and a curing agent; and 
at least one color stabilizer comprising a benzoate having the formula: 




wherein Ri is hvdroxva lkvlether. alkvlphenvL alkvL nhenvh hvdroxvphenvl: Ro is H. OH, alkvL 
hydroxyfalkvlethertamino: Ri is H, alkvL OH: and R* is HL alkvl . 

2. (Original) The golf ball of claim 1 , wherein the cover lightness L* after the UV exposure 
is greater than about 87. 

3. (Original) The golf ball of claim 1, wherein the cover after the UV exposure exhibits a 
change in the color lightness, AL*, of no less than about -7 as compared to the cover before the 
UV exposure. 

4. (Original) The golf ball of claim 3, wherein the AL* is no less than about -5.8. 

5. (Original) The golf ball of claim 3, wherein the AL* is no less than about -4. 

6. (Original) The golf ball of claim 1, wherein the cover has a color saturation, C*, of less 
than about 25 following the U V exposure. 

7. (Original) The golf ball of claim 6, wherein the color saturation C* after the UV 
exposure is less than about 23. 
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8. (Original) The golf ball of claim 7, wherein the color saturation C* after the UV 
exposure is less than about 20. 

9. (Original) The golf ball of claim 6, wherein the cover before the UV exposure has an 
initial C* of less than about 5. 

1 0. (Original) The golf ball of claim 9, wherein the initial C* is less than about 4. 

1 1 . (Original) The golf ball of claim 9, wherein the cover exhibits a difference between the 
color saturation after the UV exposure and the initial C* before the UV exposure, identified as 
AC*, of less than about 22. 

12. (Original) The golf ball of claim 1 1, wherein the AC* is less than about 18. 

1 3. (Original) The golf ball of claim 1 1, wherein the AC* is less than about 15. 

14. (Original) The golf ball of claim 6, wherein the cover after the UV exposure has a ratio 
of C* to L* of less than about 0.29. 

1 5. (Original) The golf ball of claim 1 4, wherein the ratio of C* to L* of the cover after the 
UV exposure is less than about 0.25. 

16. (Original) The golf ball of claim 15, wherein the ratio of C* to L* of the cover after the 
UV exposure is less than about 0.18. 

17. (Original) The golf ball of claim 6, wherein the cover before the UV exposure has a ratio 
of C* to L* of less than about 0.04. 

1 8. (Original) The golf ball of claim 1 , wherein the at least one color stabilizer is present in 
an amount of about 1% to about 7% by weight of the reaction product. 
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19. (Original) The golf ball of claim 1, wherein the cover further comprises a second color 
stabilizer present in an amount less than that of the at least one color stabilizer. 

20. (Original) The golf ball of claim 1 9, wherein the second color stabilizer is present in an 
amount of about 0.1% to about 1% by weight of the reaction product. 

2 1 . (Currently amended) The golf ball of claim [[19]] I, wherein the nt least one color 
stabiliz e r benzoate comprises ethyl -4-[[(ethyIphenylamino)methylene]amino]benzoate or 2 - (2H - 
B e nzotriazol 2 yl) 1 m e thyl 6 dodooylph e nol, and th e s e cond color atabiliz e r comprisoa bio 
(1,2,2,6,6 pontomcthyl 1 piporidinyl) c e bacato . 

22. (Original) The golf ball of claim 1, further comprising an intermediate layer disposed 
between the center and the cover. 

23. (Original) The golf ball of claim 1, wherein the cover comprises: an inner cover layer; 
and an outer cover layer disposed about the inner cover layer, the outer cover layer comprising 
the reaction product. 

24. (Original) The golf ball of claim 1, wherein the reaction product comprises polyurethane, 
polyurethane/polyurea blend, polyurea, or polyurethane ionomer. 

25. (Currently amended) A golf ball comprising a center and a cover, wherein the cover 
exhibits a color lightness, L*, of greater than about 86 and a change in the color lightness, AL* 9 
of no less than about -4 following exposure to UV light at an irradiance power of 1 .00 W/m 2 /nm 
for a period of 1 hour, and the cover comprises: 

a reaction product comprising a prepolymer and a curing agent; 
a UV stabilizer comprising a benzoate having the formula: 
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wherein Ri is hvdroxvalkvlet her. alkvlphenvl. alkvh phenyl, hvdroxvphenvl: R> is H. 
OH> alkvL hvdroxv(alkvlethertamino: R 3 is H. allcvL OH: and is H, alkvL and being present in 
a first amount of about 3% to about 7% by weight of the reaction product; and 

a light stabilizer present in a second amount of about 0.05% to about 1% by weight of the 
reaction product. 

26. (Currently amended) A golf ball comprising a center, a cover, and at least one 
intermediate layer disposed between the center and the cover, wherein the cover has a ratio of an 
initial color saturation to an initial color lightness of less than about 0.04, and the cover 
comprises: 

a reaction product of a prepolymer and a curing agent; 
a UV absorber comprising a benzoate having the formula: 



wherein Ri is hvdroxvalkvlet her. alkvlnhenvL alkvl. nhenvL hvdroxvphenvl: R 2 is 
OH, alkvl, hvdroxvfalkvl etheriamino: R* is H. alkyl, OH: and Ra is H, alkvL and being present in 
a first amount; and 

a light stabilizer present in a second amount less than the first amount. 
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